EUROPEAN PATENT OFFICE 

Patent Abstracts of Japan 



PUBLICATION NUMBER 
PUBLICATION DATE 



07165455 
27-06-95 



APPLICATION DATE 
APPLICATION NUMBER 



12-09-94 
06217015 



APPLICANT; SEKISUI CHEM CO LTD; 



INVENTOR 
INT:CL 

TITLE 



KAMIYA MASATAKE; 

C04B 28/26 C04B 7/26 C04B 7/32 C04B 12/04 //(C04B28#6 , C04B 22:06 
C04B 18:06 , C04B 22:08 , C04B 14:10 ) C04B1 11:28 

CURABLE INORGANIC COMPOSITION 



ABSTRACT : PURt»OSE: To obtain a curable inorganic composition having high strength and excellent 
■durability such 83 heat-resistance and Weather resistance in a short time by compounding 
prescribed reactive Inorganic powder with an alkali metal sfiicate and water. 

CONSTITUTION: This curable inorganic composition Is produced by compounding (A) 
1 00pts.wt of reactive Inorganic powder obtained by compounding (a) 20-99£wt% of pne . 
ormoreWr^^fin'oi^ 
■ having particle diameter of !S20nm, fly ash' baked at 4Q0-1Q0O°g and containing 
>80wt% of powder having particte . diameter gf $20um end inorganic powder produced 
by applying mecruinical .energy of 0.1-30Kwh^ to<^ywrm(b)6;5^0wt%df oneorniore 
kinds of alumina powder selected from alumina cement powder, ^alumina powder and 
alumina powder producedfcy flameTspraylng with (B) 1-3G0 pts.wL of an alkali metal . 
silicate and (C) 10-1 ,000 pts.wt of water. 
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X cSb^iocwb^ib^w ^ rMrtiva 

AB - J07165455 Hardenable inorganic compsn. has 100pt$.wtof a reactive 

and 0.540 wt% of alumina powder e-d- alumina, cemant); 1-300 pts.wt 
(rfalkaOroeta1siOcate;and10.1000pts,wtofwflter. • 
t ADVANTAGE - Enables reduced hardening time, end improved strength. 

wctaS^ p qwder 00i,po8E ^ Y ASH ,NORGANIC 

POWDER 

II^SdENIN^^NIC COMPOStf ION IMPROVE" STRENGTH COMPRISE^ATER ALKALI 

POWDER . - • • 

ALUMINAPOWDER 

NC - 001 
. .OPD-Vig93^10-20 

ORD- 1^95-06-27 • _ 

PAW -(SEW ) SEKISUI CHEM IND CO LTD • .. 

Tl - Hardenable inorganic compsn. having improved strengm - comprises 

water, alkali metal silicate and reactive inorganic powder composed of 

fly ash Inorganic powder and alumina powder. 
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